Permanent Painting

vented for a four weeks' exposure to the midsummer's
sun decomposed it almost beyond recognition.

Any madder with a touch of lampblack produces the
same result, and color manufacturers could produce
such a combination under the name of permanent
burnt lake.

BROWN ROMAN   OCHRE

This is a species of dark ochre obtained by burning
the ochre and driving off the water which it contains,
thus producing a rich brown which has some similarity
to burnt sienna, but is very much weaker. It is a
very permanent color. When mixed with whites it
does not fade, but after eighteen months becomes
slightly darker, if that term may be used in conjunc-
tion with it, but in spite of its darkening it loses none
of its pristine brilliancy, and was one of the colors
used by the early Italian painters with excellent
results.

When ground in pure linseed oil, it has a tendency
to harden in the tube, but may be broken up and used
freely. It has very little hiding power, and may there-
fore be used as a glazing color. It has less effect
upon the decomposition of madder lake than its un-
burnt progenitor.

BURNT SIENNA

This is a material very much similar in composition
to burnt ochre, excepting that its content of oxide of
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